Office de la Propriete 
Intellectuelle 

du Canada . 

Un organisme 
.d'industrie Canada 



Canadian 

Intelfectual Property 

Office 

An agency of 
Industry Canada 



. CA 2426683 A1 2002/05/02 

(21) 2 426 683 

(12)DEMANDE DE BREVET CANADIEN 
. CANADIAN PATENT APPLICATION 

(13) A1 



(86) Date de d§p6t PCT/PCT Filing Date: 2001/09/25 

(87) Date publication PCT/PCT Publication Date: 2002/05/02 

(85) Entree phase nationale/Nationa! Entry: 2003/04/24 

(86) demande PCT/PCT Application No.: US 2001/029883 

(87) N** publication PCT/PCT Publication No.: 2002/034218 

(30) Priorites/Priorities: 2000/10/25 (09/696,468) US; 
2001/06/22 (09/887.751) US 



(51) Cl.lht.^/lnt.CI.'^ A61K 7/06, A61K 7/48 

(71) Demandeur/Applicant: 

3M INNOVATIVE PROPERTIES COMPANY, US 

(72) Inventeurs/lnventors: 
KANTNER. STEVEN S.. US; 
EVERAERTS, ALBERT I., US; 
NGUYEN. LANG N., US 

(74) Agent: SMART & BIGGAR 



(54)Titre : COMPOSITIONS DE COPOLYMERES ACRYLIQUES POUR SOINS COSMETIQUES ET PERSONNELS 
(54) Title: ACRYLIC-BASED COPOLYMER COMPOSITIONS FOR COSMETIC AND PERSONAL CARE 



(57)Abr§g6/Abstract: 

A composition for nails, skin and hair in the form of an aqueous emulsion or dispersion is provided. The composition comprises: 
(a) at least one copolymer comprising (i) about 10 to 85 weight percent of (meth)acrylate ester of C^ to C^q straight and/or 
branched chain alkyi alcohol, (ii) about 10 to 70 weight percent, of (meth)acrylate ester of a saturated or unsaturated cyclic 
alcohol containing 6 to 20 carbon atoms; and (b) an aqueous carrier, solvent, or vehicle component When used in hair 
applications, the inventive compositiori is riot a reshapable composition. 



Canada 



http://opic.gcxa • Ottawa-Hull Kl A 0C9 - http://cipo.gc.ca 
OPIC-CIPO 191 



O PIC 




CA 02426683 2003-04-24 
WO 02/34218 PCT/USOl/29883 



Acryljc-Based Copolymer Compositions FOR 
Cosmetic AND Personal Care 

Technical Field 

The present invention relates to compositions for cosmetic and personal care, such 
5 as skin, hair, and nails. In particular, the composition is an aqueous, . acrylic-based 
copolymer emulsion or dispersion that dries rapidly to form a flexible, non-sticky film. 

Background 

Polymers have been used to minimize or prevent the transfer of makeup or the 

10 wash-off of sunscreen. Generally, these polymers are hydrophobic and obtain their 
hydrophdbicity from long chain alkenes (e.g., U.S. Patent Nos. 5,026,540; 5,171,807; 
5,219,559; . 5,516,508; 5,518,712; and 5,547,659) and from long chain alkyi 
(meth)acrylates (e.g., U.S. Patent Nos. 4,172,122 and 4,552,755). Also disclosed as 
having utility for the above stated purpose include silicone pressure sensitive adhesives 

15 (e.g., U.S. Patent No. 5,460,804), styrene-ethylene-propylene block copolymers (e.g., U.S. 
Patent No. 6,060,072), or polymers containing long chain vinyl or allyl ester comonomers 
(e.g., U.S. Reissue 29,871). The polymers listed thus far generally have a low glass 
transition temperature (Tg) and thus can often leave skin with an undesirable sticky or 
tacky feel. They may also have, poor cohesive strength giving a greasy feel and causing 

20 staining. Makeup or sunscreen formulated using these polymers may be difficult to apply 
smoothly and uniformly, due to the polymers' draginess thus leaving a leaden skin feel. 
Such a feel is undesirable, particularly in lipstick. 

In another approach, some skilled- in the art have used high.Tg polymers for 
cosmetic applications, e.g., in hair styling aids and in nail lacquers. In hair styling 

25 compositions, the high Tg polymers generally are glassy due to the high levels of polar 
monomers used, Such monomers contain acid, amide, amine, or hydroxy! functionality, as 
described in U.S. Patent No. 5,019,377. The high level of polar monomers in the polymer 
can detract the polymer's ability to provide water resistance in cosmetic and sunscreen 
formulations. 

30 In yet another approach, up to 20% of hydrophobic high Tg monomers, such as 

isobomyl acrylate, have been used to prepare a terpolymer with polar vinyl ester and alkyl 
maleate half ester comonomers (e.g., BP 299,025 and WO 98/51266) to provide stability 
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during the suspension polymerization, to ensure solubility in commercial alcohol carriers, 
and to minimize tack. 

"Nail lacquers are generally applied from organic solvent and hence hydrophobic 
high Tg polymers, such as nitrocellulose, are commonly used. U.S. Patent No. 4,762,703 
5 (Abrutyn) discloses an anhydrous nail lacquer composition containing 10 to 40% by 
weight of a copolymer which is the reaction product of 5^to 30% by weight of diacetone 
acrylamide with 60 to 95% by weight of (meth)acrylate esters of (a) 5 to 48% straight 
chain alcohols, (b) 5 to 60% cyclic alcohols, (c) 1 to 25% higher alkyl alcohols, and (d) 1 
to 30% alkoxy or aryloxy alkyl alcohols. The use of an aqueous carrier, solvent or vehicle 

10 component is not disclosed, nor is the use of these materials in cosmetic and sunscreen 
compositions for skin and hair. 

U.S. Patent No. 5,662,892 (Bolich, Jr. et ai) discloses personal care compositions, 
in particular hair care compositions containing hydrophobic, linear, random copolymers 
and a hydrophobic, volatile, branched hydrocarbon solvent for the copolymer. The linear 

15 copolymers are formed from the random copolymerization of A monomer units and B 
monomer units. The A monomer units are one or more hydrophobic monomer units that 
would form a homopolymer having a Tg of at least 90° C. The B monomer units are one 
or more hydrophobic monomers that would form a homopolymer having a Tg of less than 
about 25° C. The copolymers, when dried to form a film, have a Tg of at least about 30° 

20 C, and tend to have low stickiness and provide good style hold. The linear copolymer is 
soluble in the branched chain hydrocarbon solvent. But, the hydrocarbon solvent is 
insoluble in aqueous carriers of the composition. Upon drying, the preferred hydrocarbon 
solvents help to obtain a smoother polymer film. Other advantages of using the 
hydrocarbon solvent were discussed. See column 7^ lines 10 to 25. 

25 While the technology discussed thus far may be usefiil for cosmetic applications, 

other compositions are sought. . 

Summary 

The present invention provides for new compositions for cosmetic and personal 
30 care applications, where compositions contain non-sticky hydrophobic polymers in an 
aqueous carrier, solvent or vehicle. Advantageously, such compositions can be used for 
. skin, hair, and nails. The compositions provide improved resistance against abrasion, 
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transfer, water, perspiration, and humidity while having excellent gloss, feel, and self 
adhesion. 

■ In brief summary, in one aspect, the inventive composition is in the form of an 
aqueous emulsion or dispersion, the composition comprising: (a) at least one copolymer 
5 comprising (i) about 10 to 85 weight percent of (meth)acrylate ester of C4 to Cig straight 
. and/or branched chain alkyl alcohol, (conveniently labeled as a first monomer), (ii) from 
about 10 to 70 weight percent of (meth)acrylate ester of a saturated or unsaturated cyclic 
alcohol containing 6 to 20 carbon atoms (conveniently labeled as a second monomer), and 
(b) an aqueous carrier, solvent, or vehicle component and when the composition is used in 

10. hair appUcations, it is not a reshapable coniposition. Blends of two or more disclosed 
copolymers are also useful. Optionally, the copolymer can have up to about 20 weight 
percent of a hydrophilic monomer (conveniently labeled as a third monomer). The weight 
percentages of the first, second, and, if used, third monomers, are based on the total weight 
ofthe monomers used. . 

15 The term "(ineth)acrylate" is used to mean both acrylate and methacrylate. The 

term "dispersion" means generally a two phase system where one phase contains discrete 
. particles distributed throughout a bulk substance, the particles being the disperse or 
internal phase, and the bulk substance the continuous or external phase. In this invention, 
the continuous phase is the aqueous phase and at least a portion of the polymer exists as 

20 the discrete particle. Dispersions are possible through the use of certain components that 
are insoluble in the water system. By "dispersion," it is also meant that not necessarily the 
entire polymer needs to be water insoluble; some of the polymer can be soluble in the 
water mixture. It is desirable that the dispersion remains stable under ambient conditions. 
Preferred dispersions are stable at room temperature for more than 30 days, preferably 

25 more than 90 days, more preferably for more than 1 80 days, and most preferably for more 
than 360 days. The term "blend" is used to mean a mixture of two or more polymers that 
'differ in the ratio of monomer components, the chemical structure of the monomer 
components, the monomer sequence distribution, and/or the polymer's molecular weight 
distribution. 

30 Some inventive compositions, in film form, possess "self adhesion" properties 

because they preferentially adhere to themselves or a chemically similar material under 
pressure or force without the need for significantly elevated temperatures (e.g., -without the 
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need for temperatures above about 50*" C). Preferred compositions of the invention exhibit 
self adhesion properties immediately upon contact to itself at room temperature (about 20*" 
to 30° C). As used in the previous sentence, the term "immediately" means less than a few 
. minutes, e.g., about five minutes, preferably less than one minute, more preferably less 
5 than 30 seconds, depending on the application. 

An advantage of the inventive composition is its ability to form hydrophobic films 
making it useful in cosmetic and personal care applications. Such applications require 
some amount of water resistance, transfer resistance, or substantivity to skin, nails or hair. 
Illustrative cosmetic applications include, e.g., mascara, foundation, rouge, face powder, 

10 eyeliner, eyeshadow, nail polish, and lipstick, i.e., color cosmetics. Illustrative personal 
care applications include, e.g., hair care products, insect repellent, skin moisturizer, skin 
cream, body lotion, body spray, and sunscreen. In one cosmetic or personal care 
■ embodiment, the composition comprises less than 50 weight percent of the copolymer, 
based on the total composition weight 

15 When the inventive composition is used in hair care products, such as shampoos, 

conditioners, gels, mousses, and the like, the dispersion can provide faster drying. It can 
be used alone as a hair styling agent or used at low levels in combination with other hair 
styling resins to improve their humidity resistance. The hair care products, as described 
herein, are not "reshapable" hair styling compositions. "Reshapable" hair styling 

20 composition means a composition that can be restored or modified without new material 
or heat being applied. For example, in order to restore or modify the hairstyle in case of 
"drooping" or loss of setting (dishevelmeht), no new materials, such as water or any form 
of fixing agent, or heat are required. ,The composition can be long lasting, such as 10 to 24 
hours, giving rise to a durable styling effect. 

25 . " • 

Detailed Description of the Invention 

As described above, in one aspect, the inventive composition contains an aqueous 
carrier, solvent or vehicle and at least one copolymer having a first monomer, a second 
monomer, and optionally a third monomer. The amount and nature of each component is 

30 chosen such that, upon drying, the inventive composition forms a flexible, non-sticky film 
having good cohesive strength. In some embodiments, the composition also possesses 
self-adhesion. Each of the components constituting the composition is discussed in detail 
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below. As used herein, "copolymers" can be produced from a single monomer or a single 
homopolymer, from two or more monomers or from a polymer and one or more 
monomers. . 

5 First Monomer 

. The first monomer is hydrophobic in nature. It constitutes from about 10 to 85 
weight percent of the total amount of monomer used. The first monomer is a 
(meth)acrylate ester of C4 to Cig straight and/or branched chain alkyl alcohol. Preferred 
first monomers include, e,g,, isooctyi (meth)acrylate, n-butyl (meth)acrylate, isobutyl 

10 acrylate, t-butyl (meth)acrylate, 2-methylbutyl acrylate, 2-ethylhexyl (meth)acrylate, n- 
octyl (meth)acryrate, isononyi (meth)acrylate, lauryl (meth)acrylate, octadecyl 
(meth)acrylate, and mixtures thereof. Particularly preferred first monomers include 2- 
ethylhexyl acrylate, n-butyl acrylate, isooctyi acrylate, 2-methylbutyr acrylate, and 
mixtures thereof. . . 

15 •.' _ . ■ ' 

Second Monomer . 

The second monomer is also hydrophobic in nature and, generally speaking, has a 
higher Tg than the &st monomer. The second monomer constitutes firom about 10 to 70 
weight percent of the total amount of monomer used. It is a (meth)acrylate ester of a 

20 saturated or unsaturated cyclic alcohol containing 6 to 20 carbon atoms. Preferred second 
monomers include, e.g., monofiinctional acrylate or methacrylate esters of (1) bridged 
cycloalkyl alcohols having at least six carbon atoms and (2) aromatic alcohols. The 
cycloalkyi and aromatic groups may be substituted by C| to alkyl, halogen, cyano 
groups and the like. Particularly preferred second monomers include bicyclo[2.2.1]heptyl 

25 (meth)acrylate; adamantyl (raeth)acrylate; 3,5-dimethyladamantyl (meth)acrylate; 
. isobornyl (meth)acrylate; tolyl (meth)acrylate; phenyl (meth)acrylate; t-butylphenyl 
(meth)acrylate; 2-naphthyl (meth)acrylate; benzyl methacrylate; cyclohexyl niethacrylate; 
menthyl methacrylate; 3,3,5-trimethylcyclohexyl methacrylate; dicyclopentenyl 
(meth)acrylate; 2-(dicyclopentenyloxy)ethyi (meth)acrylate; and mixtures thereof. 

30 
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Optional Third Monomer 

In some embodiments of the invention, the copolymer further contains a third 
monomer, which constitutes up to about 20 weight percent of the total amount of 
monomer used. The third monomer is a hydrophilic monomer. Incorporation Of 
hydrophilic monomer can improve adhesion, allow for removal with soap or shampoo, and 
provide stabilization to allow dispersion of the polymer into water. Removability is 
typically desired in hair care applications, such as shampoos but not in applications where 
long-lcisting effect is desired, such as sunscreens, mascara, and lipstick. 

The hydrophilic monomers suitable for use in this invention are those having 
hydroxyl, ether, amide, amine, and carboxylic, sulfonic or phosphonic acid functionality. 
Representative examples include (meth)acrylamide; 2-ethoxyethyl (meth)acrylate; mono 
(meth)acrylates of polyethylene glycol" monoethers; N-vinyl-2-pyrroUdone; N-vinyl 
formamide; N-vinyl acetamide; 2-hydroxyethyl (meth)acrylate; hydroxypropyl acrylate; 
vinyl pyridine; N,N-diethylaminoethyl methacrylate; N,N-dimethylaminoethyl 
(meth)acrylate; N-t-butylaminoethyl acrylate, acrylic acid, methacrylic acid, itaconic acid, 
maleic acid, fumaric acid, vinyl benzoic acid, 2-carboxyethyl acrylate, 2-sulfoethyI . 
(meth)acrylate, and 4-vinyl phenyl phosphonic acid. Preferred hydrophilic monomers are 
acrylic acid, methacrylic acid, N-vinyl-2-pyrrolidone and mixtures thereof. The amount of 
hydrophilic monomer preferably does not exceed about 20%, more preferably about 10% 
of the total weight of all monomers, such that excessive hydrophilicity is avoided. Those 
skilled in the art, however, will recognize that a monomer such as 2-ethoxyethyl 
methacrylate is less hydrophilic than a monomer such as acrylic acid and hence can be 
used in higher amount without imparting excessive hydrophilicity. 

The copolymer may include other mononiers to improve performance, reduce cost, 
or for other purposes, provided that such monomers are used in an amount that does not 
render the composition hydrophilic or tacky, Examples of such other monomers include 
vinyl esters, vinyl chloride, vinylidene chloride, styrene, (meth)acrylate esters of Ci to C3 
alkyl alcohols, macromolecular monomers such as mbnoacrylic functional polystyrene and 
polydunethylsiloxane, and the like. 
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Blends 

The inventive composition can comprise a blend of two or more copolymers. 
Among other techniques, these blends can be formed (1) by mixing two or more aqueous 
dispersions or emulsions or (2) in a multistage, sequential polymerization process where a 

5 second polymer is generated in the presence of a first polymer. Blending provides another 
option allowing modification of the fmal properties. For example, a blend of a given 
copolymer composition having a low molecular weight distribution with the same 
copolymer composition having a higher molecular weight distribution can give a 
dispersion or emulsion with improved film forming characteristics while maintaining good 

10 cohesion in the final film.. . .. \. 

Aqueous Carrier ^ 

The inventive composition takes the form of an emulsion or dispersion in an 
aqueous carrier. The carriers include water, water miscible solvents, such as lower 

15 alcohols, e.g., C\ to C4 branched or straight chain aliphatic alcohol, and combinations 
thereof. The preferred water miscible solvents are ethanol, n-propanol, and 2-propanol . 
(IP A). Preferably the solvent to water ratio, when solvent is used, is 20:80 to 90:10 
weight/weight, and more preferably the ratio is 30:70 to 85:15. In general, higher water 
miscible solvent amounts will result in a composition that exhibits faster dry times. 

20 The solvent system may also comprise additional solvents. For example, other 

rapid evaporating solvents may be used, such as hexamethyldisiloxane (HMDS); cyclic ' 
silicones (D4 and D5); C4-C10 alkanes including isoparafins such as Permethyl 97A and 
Isopar C; acetone; hydrofluoroethers (HFEs) and the like. Certain HFEs, such as HFE 
7100, have the added benefit in certain applications. When it is added to hydro-alcohol 

25 mixtures in levels above about 15 to 25% by weight, the composition becomes non- 
flammable. 

Cosmetic Compositions 

The inventive emulsiori or dispersion is useful by itself for cosmetic purposes 
30 without addition of other materials, for instance as a hair fixative, skin barrier, or clear nail 
polish. It can also be formulated with other ingredients known to the cosmetic industry to 
give cosmetic compositions containing an aqueous component. Such ingredients include 
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emollients, humectants, other film forming polymers, propellants, pigments, dyes, buffers, 
' organic and inorganic suspending and thickening agents, waxes, surfactants and 
cosurfactants, plasticizers, preservatives, flavoring agents, perfumes, and active 
ingredients including sunscreen agents, insect repellents, vitamins, herbal extracts, 
5 antiperspirant and deodorant agents, skin or hair bleaching or coloring agents, depilating 
agents, antifungal and antimicrobial agents, antidandruff and antiacne agents, astringents, 
and corn, callus, and v/art removers. 

Methods of Making the Copolymer 

10 The inventive copolymers of the present invention may be prepared using emulsion 

polymerization, solution polymerization followed by an inversion step, and suspension 
polymerization. The methods use initiators that, through various techniques, are 
decomposed to form free radicals. Once in their radical form, the initiators react with the 
monomers starting the polymerization process. The initiators are often called "fi:ee radical 

15 initiators." Various decomposition methods of the initiators are discussed first, followed 
by a description of the emulsion, solution, and suspension polymerization methods. 

The initiator can be decomposed homolytically to form free radicals. Hemolytic 
decomposition of the initiator can be induced by using heat energy (thermolysis), using 
light energy (photolysis), or using appropriate catalysts. Light energy can be supplied by 

20 means of visible or ultraviolet sources, including low intensity fluorescent black light 
lamps, medium pressure mercury arc lamps, and germicidal mercury lamps. 

Catalyst induced homolytic decomposition of the initiator typically involves an 
electron transfer mechanism resulting in a reduction-oxidation (redox) reaction. This 
redox method of initiation is described in Elias, Chapter 20 (detailed below). Initiators 

25 such as persulfate's, peroxides, and hydroperoxides are more susceptible to this type of 
decomposition. Useful catalysts include, but are not limited to, (1) amines, (2) metal ions 
used in combination with peroxide or hydroperoxide initiators, and (3) bisulfite or 
mercapto-based compounds used in combination with persulfate initiators. 

Presently, preferred methods of initiation comprise thermolysis or catalysis. 

30 Thermolysis has an additional advemtage in that it provides ease of control of the reaction 
rate and exotherm. 
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" • ■ ■. 

Useful initiators are described in Chapters 20 & 21 Macromolecules, Vol. 2, 2nd 
Ed., H, G. Elias, Plenum Press, 1984, New York. Useful thermal initiators include, but are 
. not limited to, the following: (1) azo compounds such as 2,2-a20-bis-(isobutyronitrile), 
dimethyl 2,2'-azo-bis-isobutyrate, azo-bis-(diphenyl methane), 4-4'-a20-bis-(4- 
5 cyanopentanoic acid); (2) peroxides such as benzoyl peroxide, cumyl peroxide, tert-butyl 
peroxide, cyclohexanone peroxide, glutaric acid peroxide, lauroyl peroxide, methyl ethyl 
ketone peroxide; (3) hydrogen peroxide and hydroperoxides such as tert-butyl 
hydroperoxide and cumene hydroperoxide; (4) peracids such as peracetic acid and 
perbenzoic acid; potassium persulfate; ammonium persulfate; and (5) peresters such as 
10 diisopropyl percarbonate. 

Useful photochemical initiators include but are not limited to benzoin ethers such 
as diethoxyacetophenone, oximino-ketones, acylphosphine oxides, diaryl ketones such as 
benzophenone and 2-isopropyl thioxanthone, benzil and quinone derivatives, and 3- 
ketocoumarins as described by S. P. Pappas, J. Rad. Cur., July 1987, p.6. 
15 " 
I' Emulsion polymerization 

The copolymers of the present invention can be made by emulsion polymerization. 
In general, it is a process where the monomers are dispersed in a continuous phase 
(typically water) wdth the aid of an emulsifier and polyrnerized with the free-radical 
20 initiators described above. Other components that are often used in this process include 
stabilizers (e.g., copolymerizable surfactants), chain transfer agents for minimizing and/or 
controlling the polymer molecular weight, and catalysts. The product of this type of 
polymerization is typically a colloidal dispersion of the polymer particles, often referred to 
as "latex." In one preferred emulsion polymerization process, a redox chemistry catalyst, 
25 such as sodium metabisulfite, used in combination with potassium persulfate initiator and 
ferrous sulfate heptahydrate, is used to start the polymerization at or near , room 
teniperature. Typically, the . copolymer particle size is less than one micrometer, 
preferably less than 0.5 micrometer. 

Emulsion polymerization can be carried out in several different processes. For 
30 example, in a batch process the components are charged into the reactor at or neaf the 
beginning. In. a semi-continuous process, a portion of the monomer composition is 
initially polymerized to form a "seed" and the remaining monomer composition is metered 
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in and reacted over an extended time. In one exemplary multistage process, a seed 
polymer of one monomer composition (or one molecular weight distribution) is used to 
nucleate the polymerization of a second monomer composition (or the same composition 
with a different molecular weight distribution) forming a heterogeneous polymer particle. 
5 These emulsion polymerization techniques are well known by those skilled in the art and 
are widely used in industry. 

Solution polymerization and inversion 

The copolymers of the present invention can be made by solution polymerization 

10 followed, by an inversion step. In one illustrative solution polymerization method, the 
monomers and suitable inert solvents are charged into a reaction vessel. The monomers 
and the resultant copolymers are soluble in the solvent. After the monomers are charged, 
an initiator, preferably a thermal free radical initiator is added. The vessel is purged with 
nitrogen to create an inert atmosphere. The reaction is allowed to proceed, typically using 

!5 elevated temperatures, to achieve a desired conversion of the monomers to. the copolymer. 
In solution polymerization, preferably the initiator used comprises a thermally 
decomposed azo or peroxide compound for reasons of solubility and control of the 
reaction rate. 

Suitable solvents for solution polymerizations include but are not limited to (1) 
20 esters such as ethyl acetate and butyl acetate; (2) ketones such as methyl ethyl ketone and 
acetone; (3) alcohols such as methanol and ethanol; (4) aliphatic and aromatic 
hydrocarbons; and mixtures of one or more of these. The solvent, however, may be any 
substance which is liquid in a temperature range of about -10° C to 50° C, does not 
interfere with the energy source or catalyst used to dissociate the initiator to form free 
25 radicals, is inert to the reactants and product, and will not otherwise adversely affect the 
reaction. The amount of solvent, when used, is generally about 30 to 80 percent by weight 
. based on the total weight of the reactants and solvent. Preferably, the amount of solvent 
ranges from about 40% to 65% by weight, based upon the total weight of the reactants and 
solvent, to yield fast reaction times. 
30 Copolymers prepared by solution polymerization can be inverted to yield 

■ dispersions of small average particle size, typically less than about one micrometer, 
preferably less than about 0.5 micrometer. Inversion of copolymers can occur in aqueous 
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carrier or aqueous solvent provided that (1) they contain ionic functionality or (2) they 
contain acidic or basic functionality, which on neutralization yields ionic functionality. 

' Copolymers containing acidic functionality are obtained by copolymerizing acidic 
monomers. Suitable acidic monomers include those containing carboxylic acid 
5 ftmctionality such as acrylic acid, methacrylic acid, itaconic acid, etc.; those containing 
sulfonic acid functionality such as 2-sulfoethyl methacrylate; and those containing 
phosphonie acid ftmctionality. Preferred acidic monomers include acrylic acid and 
methacrylic acid. 

Copolymers containing basic functionality are obtained by copolymerizing basic 
10 monomers. Suitable basic monomers include those containing amine functionality such as 
vinyl pyridine; N,N-diethylaminoethyl (meth)acrylate; N,N-dimethylaminoethyl 
(meth)acrylate;andN-t-butylaminoethylacrylate. Preferred basic monomers include N,N- 
dimethylaminoethyl(meth)aorylate. 

In order to achieve water compatibility or dispersibility, a certain minimum ionic 
15 content in the copolymer is required. The exact amount varies with the particular polymer 
formulation, the molecular weight of the copolymer, and other features of the individual 
copolymer. However, the addition of ionic groups, while increasing water raiscibility, can 
negatively affect polymer properties, in particular the water, perspiration, and humidity 
resistance that the copolymer imparts to cosmetic formulations. It is therefore preferred 
20 that the ionic content either be kept to the minimum amount required to yield stable 
aqueous dispersions while maintaining other desirable properties, or that the ionic content 
introduced to achieve water dispersibility be non-permanent iii nature. As described 
below, this non-permanent feature is achieved by using a volatile, weak acid or base in the 
neutralization technique, thereby allowing the polymer to revert to its original state on 
25 coating and drying. Generally a minimum of about 2% by weight of ionic content will 
yield a stable dispersion. The amount of the ionic group includes only the simplest of 
constructions, i.e., the monomer from which the ionic group is derived plus the base or 
acid used to neutralize it, as the molecular weight of the ion. Preferred copolymers 
contain about 4% ionic content. Copolymers with permanent ionic content of over about 
30 15% are too hydrophilic for use in most hair and skin applications. 

Preferably the copolymer is prepared in a water-miscible solvent which has a^ 
boiling point below 100° C such as acetone or methyl ethyl ketone. Alternatively, a non- 
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water-miscible polymerization solvent such as ethyl acetate may be used. The non-water- 
miscible polymerization solvent may be removed from the copolymer by using a rotary 
evaporator. The resulting copolymer can then be dissolved in a water-miscible solvent 
such as those described above or mixtures including isopropanol, methanol, ethanol, and 
5 tetrahydrofuran/ 

The resulting solutions are added with stirring to an aqueous solution, of a base, (in 
the case of copolymers containing acidic 'functionality), or an. acid (in the case of 
copolymers containing basic functionality)! Alternatively, the base or acid can be added to 
the polymer solution prior to adding water or adding to water. Suitable bases include (1) 

.10 ammonia and organic amines, such as aminomethyl propanpl, triethyl amine, triethanol 
amine, methyl amine, morpholine, and (2) metal hydroxides, oxides, and carbonates, eta 
Suitable acids include (1) carboxylic acids such as acetic acid, and (2) mineral acids, such 
as HCl. In the case of a volatile weak base (e.g., ammonia) or acid (e.g., acetic acid), the 
ionic group formed (an ammonium carboxylate) is non-permanent in nature. For example, 

15 for an acrylic acid containing polymer neutralized with aqueous ammonia, the polymer 
remains as the ammonium acrylate derivative when dispersed in water, but is thought to 
revert to its original firee acid state as the coating dries on the surface. This is because 
there is an equilibrium between the neutralized and free acid which is shifted towards the 
jfree acid as the ammonia is driven off on drying. Acid or base at less than an equivalent is 

20 preferably used, more preferably at slightly less than an equivalent, to ensure near neutral 
pH and thus providing the lowest potential for skin irritation. 

Suspension Polymerization 

The. copolymers of the present invention can. be made by a suspension 
25 polymerization method in the absence of surfactants. Iristead, colloidal silica in 
combination with a promoter is used as the stabilizer. Using this process, surfactant-firee 
copolymers can be obtained with a relatively narrow particle size distribution. The 
. preferred method involves making a monomer premix comprising the first, second, and 
optionally third monomer. The premix is combined with a water phase, preferably 
30 deionized water, containing colloidal silica, and a promoter. Amphiphilic polymers . 
represent one class of useful promoters. 
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The pH of the mixture is adjusted so as to be in the range of 3 to 11, preferably in 
the range of 4 to 6, without coagulation of the particles. For certain monomers, the initial 
pH of the mixture can be as low as about 2.5. This pH is low enough for the colloidal 
silica to stabilize the monomer droplet, but the final product may contain a small amount 
5 ofcoagulum. Similar observation can be made at very high pH. It has been observed that 
when the mixture is treated with ammonia or hydrochloric acid to about pH 4 to 6, the 
reaction is more stable and the final product is basically free of coagulum. 

The mixture is exposed to high shear, such as that capable in a Waring™ blender, 
to break the monomer droplets down to a diameter size of 1 micrometer or less. The 
10 shearing action is then reduced to a lower agitation (or temporarily stopped) to allow for 
. the partial coalescence of the small droplets and formation of a suspension. Initiator is 
added. The silica-promoter mixture stabilizes the droplets and limits their coalescence 
yielding very uniform, and sometimes nearly monodisperse particles. The suspension 
polymerization is completed under moderate agitation and a stable, aqueous dispersion of 
15 acrylic particles is obtained. 

The above described suspension polymerization has several advantages. For 
example, the method yields a copolymer with a narrow distribution of mean particle size 
and limited coalescence. When coalescence is present, the particles tend to migrate 
towards one another and can form large masses. Coalescence hampers the handling and 
20 transportation of the particles and thus is undesirable. The particles are sterically 
stabilized by the colloidal silica. 

Also, the method allows for copolymers that withstand freezing temperatures,. 
. allowing them to be redispersed after thawing. It has been discovered that the copolymer 
is stable, Le,, does not coalesce when the same volume of alcohol (methanol or 
25 isopropanol) and water is used in the dispersion. 

Examples . , 

The following examples further illustrate various specific features, advantages, and 
other details of the invention. The particular materials and ariiounts recited in these 
30 examples, as well as other conditions and details, should not be construed in a manner that 
would unduly limit the scope of this invention. Percentages given are by weight, unless 
otherwise specified. 
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Test Methods 

Test methods used to evaluate flexibility (or brittleness) and stickiness (or tack) of 
■ coatings prepared from the materials described below, are industry standard tests as further 
5 described below. 

Flexibility 

The flexibility of each coating was assessed using ASTM D 4338-97, "Standard 
Test Method for Flexibility Determination of Supported Adhesive Films by Mandrel 
10 Bend." The coated polyester was folded with adhesive side out over a 0.125 inch (3.2 
ram) rod and the development of cracks, fracture, or crazing noted as a failure. 

Tack 

The tack of each coating was assessed using ASTM D 2979-95, "Standard Test 
15 Method for Pressure-Sensitive Tack of Adhesives Using an Inverted Probe Machine." A 
Polyken Probe Tack Series 400 Tester was used with a dwell time of one second, a contact 
and removal speed of one centimeter per second, and a annular ring weighing 19.8 grams. 
The 5 millimeter stainless steel probe was cleaned with isopropanol between samples and 
five replicates were run on each coating and averaged to give the results reported in 
20 Table II. Materials useful in formulating cosmetic compositions have a tack value of less 
than 50 grams, preferably less than 30 grams, most preferably equal to 0 grams. Useful 
materials will also possess high enough cohesive strength so that they do not cohesively 
fail, thereby transferring residue to the probe. 

25 . Glass Transition Temperature 

The glass transition temperature (Tg) of each polymer was assessed using a Perkin- 
Elmer Model DSC 7 differential scanning calorimeter. Samples were dried in aluminum 
tins at lOS"* C for 30 minutes. Samples, ranging from six to ten milligrams, were scanned 
heating from -70° to 150° C at 20° C/minute. After holding at 150° C for 1 minute, the 

30 sample was cooled to -70° C at 40° C/minute, then scanned a second time to 150° C at 20° 
C/minute. The extrapolated midpoint of the inflection in this second heat is reported as 
theTg. 
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Preparation of Coatings 

Coatings of the examples were prepared on 0,0015 inch (38 micrometer, (im) thick 
polyester film using a knife coater yielding 0.0015 inch (38 ^im) thick coatings after 
5 drying for 10 minutes at 70° C in a forced air oven. These coatings were conditioned for 
24 hours at 22° C and 50% relative humidity prior to testing. 

Examples 1 to 8, Comparative Examples A to D 
Copolymers made by batch emulsion polymerization 

10 Into a one liter Mortonized split resin flask was charged 100 grams of monomers 

(detailed in Table I below, all monomer amounts listed in grams), 80 milligrams of carbon 
tetrabromide, 124.7 grams of deionized water, 200 milligrams of potassium persulfate, 64 
milligrams of sodium metabisulfite, 1 gram of sodium dodecyl benzene sulfonate, and 
2.5 grams of Mazon SAM 211 alkylene polyalkoxy ammonium sulfate cdpolymerizable 

15 surfactant (available from PPG Industries, Pittsburgh, PA). The head was placed on the 
flask and a thermocouple, nitrogen inlet, and mechanical stirrer attached. The headspace 
was swept with nitrogen at 1 liter per minute while heating the contents with infra red 
lamps to about 30° C and stirring at 250 rpm. About 1 gram of a solution of 28 milligrams 
ferrous sulfate heptahydrate in 50 grams deionized water was charged, the flask sealed, 

20 and a vacuum pulled on the flask three times, breaking it each time with nitrogen. After 
15 or 20 minutes an exothenn is noted which peaks 20 to 25 minutes later at 55° to 65° C. 
Reactor temperature is increased to about 75° C and held for one hour, and then the 
resulting latex was filtered through doubled over cheesecloth into a jar. In all cases 
moderate levels of coagulum were noted around the thermocouple and stirring paddle. 

25 

Comparative Example E 

. An acrylate terpolymer such as the ones disclosed in U.S. Patent Nos. 4,172,122 
and 4,552,755 is made as follows. 

Into a one liter bottle was charged 280 grams of ethyl acetate, 94.6 grams of 
30 isobctyl acrylate, 1 10 grams of stearyl methacrylate, 15.4 g of acrylic acid, and 0.77 grams 
of 2,2'-azobi$(2-methylbutyronitrile), sold by E.I. du Pont de Nemours & Co., 
Wilmington, DE, as Vazo™ 67. The resulting solution was purged for about 5 minutes 
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with nitrogen at 5 liters per minute, sealed, and tumbled in a water bath at about 60° C for 
about 63 hours. A hazy, moderately thick solution resulted. 

Comparative Example F 
5 A 40% solids solution of GANEX V216 (available from ISP, and believed to be a 

N-vinyl pyrrolidone/hexadecene copolymer) was prepared by dissolving about 4 grams of 
GANEX V216 in about 6 grams of ethyl acetate with gentle heating. 



Table 1: Monomer Charges Used for Emulsion Polymerization 



Example 


2-EHA 


IBOA 


AA 


MAA 




Tack(g) 


Flexibility 


Comparative A 


70 


25 


0 


5 


-39 


59 


pass 


Comparative B 


60 


35 


5 


0 


-26 


383 


pass 


Comparative C 


55 


40 


5 


0 


-19 


274 


pass 


Comparative D 


25 


70 


0 


5 


39 


0 


fail 


Comparative E 


NA 


NA 


NA 


NA 


NA 


316 


pass 


Comparative F 


NA 


NA 


NA 


NA 


NA 


NA 


pass 


1 


60 


35 


0 


5 


-26 


0 


pass 


2 


55 


40 


0 


5 


-19 


0 


pass 


3 


50 


45 


5 


0 


-13 


29 


pass 


4 


50 


45 


0 


5 


-9 


0 


pass 


5 


50 


40 


0 


10 


-13 


0 


pass 


6 


45 


50 


5 


0 


-4 


0 


pass 


7 


45 


50 


0 


5 


-3 


0 


pass 


8 


35 


60 


0 


5- 


15 


0 


pass 



10 - 2-EHA = 2-ethylhexyl acrylate 

IBOA = isobomyl aery late , . . 

AA = acrylic acid 
. MAA = methacrylic acid 
NA = not applicable 

15 

As the data in Table I shows. Comparative Examples A, B, C, and E had 
unacceptably high tack values even though they passed the flexibility test. Comparative 
Example D failed the flexibility test because it cracked and flaked off the polyester film. 
Useful compositions possess high enough cohesive strength to pass tack testing and not 
20. transfer residue to the test probe. Comparative Example F had too low a cohesive 
strength. The Tg was not a necessary requirement for determining tack, /.e., Tg was not a 
good indicator of whether a sample passed the tack test. But, to pass the mandrel test, the 
Tg should be below about 35^ C. 
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Example 9 

Tetrapolymer made by semi-continuous emulsion polymerization 

A solution of 1.0 grams carbon tetrabromide was prepared in a mixture of 275 

5 grams 2-EHA, 200 grams IBOA, 12.5 grams HAA and 12.5 grams AA yielding 500 
grams of a monomer solution containing 55/40/2.5/2.5 parts 2-EHA/lOBAyMAA/AA. Of 
the total monomer solution, 50 grams was charged into a two-liter split resin flask along 
with 390 grams of deionized water and 0.5 gram of sodium dodecyl benzene sulfonate. 
The head was placed on the flask and a thermocouple, nitrogen inlet, and mechanical 

10 stirrer attached. The contents were heated with infrared lamps to about 60^ C while 
stirring at 350 rpm. A solution of 1.25 grams potassium persulfate in 20 grams deionized 
water was charged, the flask sealed, and a vacuum pulled on the flask four times, breaking 
it each time with nitrogen. The flask was held at 60° C for 20 minutes, then heated to 
80° C over 10 minutes to yield a seed polymer. A pre-emulsion of the renimning 450 

15 . grams of the monomer solution was prepared by charging a solution of 4.5 grams of 
sodium dodecyl benzene sulfonate in 201 grams of deionized water to it and stirring under 
nitrogen. , This pre-emulsion was added dropwise to the two liter split resin flask 
. containing the seed polymer at a rate of 6 grams per minute. The addition took almost 2 
hours. After the addition, the stirring rate was reduced to 200 rpm and the reaction held at 

20 80° C for two hours, then the resulting latex was filtered through doubled over cheesecloth 
into a jeir. Low levels of coagulum were noted around the thermocouple and stirring 
paddle. 

Examples 1 0 and 1 1 . . 

25 Terpolymers made by semi-continuous emulsion polymerization 

Using the procedure of Example 9, monomer solutions of either 300 grams 2-EHA, 
175 grams IBOA, 25 grams MAA, and 1 gram carboii tetrabromide (Example 10) or 250 
grams 2-EHA, 225 grams IBOA, 25 grams AA, and 1 gram carbon tetrabromide (Example 
11) were polymerized. The monomer solution of Example 10 contained 60/35/5 parts 

30 2-EHA/IBOA/MAA. The monomer solution of Example 1 1 contained 50/45/5 parts 
2-EHA/IBOA/AA. 
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Example 12 . 

Heterogeneous copolymer made by sequential emulsion polymerization 

A first monomer solution of 0.5 grams carbon tetrabromide was prepared in a 
mixture of 150 grams 2-EHA, 87.5 grams IBOA, and 12.5 grams MAA. Of the first 

5 monomer solution, 50 grams was charged into a two-liter split resin flask along with 390 
grams of deionized water and 0.5 gram of sodium dodecyl benzene sulfonate. The head 
was placed on the flask and a thermocouple, nitrogen inlet, and mechanical stirrer 
attached. The contents were heated with infirared lamps to about 60"" C while stirring at 
350 rpm. A solution of 1.36 grams potassium persulfate in 20 grams deionized water was 

10 charged, the flask sealed, and a vacuum pulled on the flask four times, breaking it each 
time with nitrogen. The flask was held at 60° C for 20 minutes, then heated to 80° C over 
10 minutes. Of the remaining amount of the first monomer solution, a pre-emulsion was 
prepared by charging a solution of 2 grams of sodium dodecyl benzene sulfonate in 80 
grams of deionized water to the first monomer solution and stirring under nitrogen. This 

15 pre-emulsion was added dropwise to the two-liter flask at a rate of 6 grams per minute, the 
addition taking one hour.' After the addition the reaction held at 80° C for thirty minutes. 

A second pre-emulsion was prepared by adding a solution of 2.5 grams of sodium 
dodecyl benzene sulfonate in 121 grams of deionized water to a solution of 0.5 grams 
carbon tetrabromide in a mixture of 125 grams 2-EHA, 112.5 grams BOA, and 12.5 

20 grams AA and stirring under nitrogeni This second pre-emulsion was charged dropwise to 
the two liter flask over the course of 1.5 hours. After the addition, the stirring rate was 
reduced to 200 rpm and the reaction held at 80° C for two hours, then the resulting latex 
was filtered through doubled over cheesecloth into a jar. Low levels of coagulum were 
noted as a scum floating at the top of the reactor, 

25 

Examples 13 to 16 

Copolymers made by solution polymerization and inversion in water 

Into a 120 milliliter glass bottle was charged 24 grams of monomers (detailed in 
Table II below, all monomer amounts listed in grams), 120 milligrams of carbon 
30. tetrabromide, 36 grams of methylethyl ketone, and 72 milligrams of 
azobis(isobutyronitrile). The contents of the bottle were swept with nitrogen at about 1 
liter per minute for two minutes, then the bottle was capped and tumbled in a water bath 
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for 24 hours at about 55° C yielding a moderate viscosity solution. 15 grams (containing 6 
grams of polymer or 8.3 milliequivalents of carboxylic acid) of the resulting solution was 
charged into a 250 milliliter round bottom flask containing a solution of 0.67 grams (7.5 
milliequivalents, 90% neutralization) of 2-amino-2-methyl-l-propanol in 14 grams of 
5 deionized water with moderate agitation. The solvent was removed from the resulting 
dispersion by a rotary evaporator set at about 63° C at a reduced pressure of 40 kilopascals 
yielding a milky white dispersion. The resulting dispersions were coated as described 
above. 

10 Table II: Monomer Charges Used for Solution Polymerization and Inversion 



Example 


2-EHA 


IBOA 


CHXMA 


AA 


Te{°C) 


Tack(g) 


Flexibility 


13 


12.6 


9.0 


0 


2.4 


-6 


• 0 


Pass 


14 


11.4 


10.2 


0 


2.4 


-6 


0 


Pass 


15 


10.8 


0 


10.8 


2.4 


19 


0 


Pass 


16 


8.4 


0 


13.2 


2.4 


33 


0 


Pass 


Comparative G 


6.0 


0 


15.6 


2.4 


47 


0 


Fail 



CHXMA = cyclohexyl methacrylate 



• Example 17 to 19, Comparative Example H 
Copolymers made by suspension polymerization 

15 In a one liter Mortonized split resin flask was charged 240 grams of a monomer 

mixture (detailed in Table III, all monomer amounts listed in grams). Added to the flask 
was 6.9 grams Ludox™ 50 (50% by wt colloidal silica in water, available firom Aldrich, 
Milwaukee, WI), 360 grams deionized watei:, 0.42 grams adipic acid/diethanol amine 
condensate (a 50% solids used as a promoter, prepared according to the procedure 

20 disclosed in U.S. Patent No. 5,238,736), and 0.08 grams potassium dichromate. The head 
was placed on the flask and a thermocouple, nitrogen inlet, and mechanical stirrer 
attached. The entire content inside the flask is mixed. The pH is measured and adjusted 
by adding anmionium hydroxide, to a pH between 4 and 5. The mixture was then 
transferred to a Waring^*^ blender and exposed to higli shear (about 22,000 rpm) for six 

25 minutes total, using shear for about two minutes at a time to avoid overheating the 
mixture. 

The mixture was then returned to the Mortonized flask and 0.36 grams of Vazo™ 
64 (azo-bis(isobutyronitrile) initiator, available from E.I. du Ponl de Nemours & Co., 
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Wilmington, DE) was added. A nitrogen purge was started and the mixture is agitated 
gently for several minutes to let the initiator dissolve. The agitation speed is adjusted to 
about 300 rpm and the temperature was set at about 60° C. The reaction started within 
minutes and was allowed to exotherm. After exotherming, the temperature was 
5 maintained at about 60° C for aboiit four hours. 



Table III: Monomer Charges Used for Suspension Polymerization 



Example 


Parts 


2-EHA 


IBOA 


MAA 


T,(°C) 


Tack (g) 


Flexibility 


Comparative H 


70/25/5 


168 


60 


12 


-41 


135 


Pass 


17 


50/45/5 


120 


108 


12 


-14 


0 


Pass 


18 


55/40/5 


132 


96 


12 


-22 


0 


Pass 


19 


60/35/5 


144 


84 


12 


-25 


0 


Pass 



- The "Parts" column indicates the parts by weight of the 2-EHA/reOA/MAA 
10 components. Thus, for Example 17, of the 240 grams of the monomer mixture, 50 parts 
-by weight was 2-EHA, translating to 120 grams. The data in Table UI shows that 
Comparative Example H had unacceptably high tack. 

Example 20 

15 Cosmetic example of body lotions 

An oil-in- water body lotion was prepared from the emulsion polymer of Example 1 
as follows. In separate vessels the components of Phase A and Phase B in Table IV were 
heated to about 70° C with mixing. Phase B was added to phase A and homogenized 
using a high shear mixer. After cooling, a substantive, non-greasy, non-tacky body lotion 

20 resulted. Body lotions from the emulsion polymers of Examples 2, 6, 7, 8, 16, and 18 
were prepared in similar fashion by replacing Example 1 emulsion polymer with the 
appropriate polymers from Examples 2, 6, 7, 8, 16, and 18. The percentages in Table IV 
are weight percent of the totial lotion composition. 
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Table IV: Oil-in- Water Body Lotion 



Phase A 




Mineral Oil 


10% 


Isopropyl myristate 


2% 


Glyceryl stearate 


3% 


Stearic acid 


4% 


Cetelii 20 


1% 


Lanolin oil 


0.6% 






Phase B 




Deionized water 


. 73% 


Ex. 1 Emulsion Polymer 


5% 


HEC 


0.2% 


Triethanol amine 


1.2% 



Examples 21 and 22 

Cosmetic examples of moisturizing foundation 

5 An oil-in-water foundation was prepared jfrom. the emulsion polymer of 

Example 12 or a one-to-one blend of the emulsions from Examples 10 and 11 as follows. 
A pigment masterbatch was prepared by milling 80 parts of titanium dioxide with 9.5 parts 
of yellow iron oxide, 9.5 parts of red iron oxide, 0.7 parts of black iron oxide, and 42.3 
parts of talc. In separate vessels the components of Phase A and Phase B in Table V were 

10 heated to 75^ C with mixing. Phase A was added to phase B and homogenized using a 
high shear mixer. Cooling under low agitation yields a creamy moisturizing foundation. 
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Table V: Oil-in-Water Foundation 



Phase A 


Example 21 


Example 22 ' 


Mineral oil 


9.4% 


9.4% 


Isopropyl myristate 


4% 


4% 


Glyceryl stearate 


2% 


2% 


Stearic acid 


2.6% 


2.6% 








Phase B 






Pigment master batch 


14% 


14% 


Deionized water ■ 


56.2% 


56.2% 


Ex. 12 Emulsion Polymer 


8% 




Ex. 10 Emulsion Polymer 




4% 


Ex. 1 1 Emulsion Polymer 




4% 


Lecithin 


2% 


2% 


Magnesium aluminum silicate 


0.4% 


0.4% 


HEC 


0.4% 


0.4% 


Triethanol amine 


1% 


1% 



Example 23 

Cosmetic example of mascara . 

An oil-in-water mascara was prepared from the emulsion polymer of Example 4 as 
follows. In separate vessels the components of Phase A and Phase B in Table V were 
heated to 70° C with mixing. Phase B \yas added to phase A and homogenized using a 
high shear mixer. After cooling, a flake-, smudge-, and water-resistant mascara results. 
Mascara from the emulsion polymers of Example 8 and Comparative Examples A and B 
were prepared in similar fashion as was a control with water in place of the emulsion 
polymer. 
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Table VI: Oil-in-Water Mascara 



Phase A 




Camuba Wax 


10% 


Isopropyl myristate 


6% 


Glyceryl stearate 


3% 


Stearic acid 


5% 


Black iron oxide 


10% 






Phase B 




Deionized water 


43.5% 


Ex. 4 Bmulsion Polymer 


20% 


PVP 


1% 


HEC 


0.2% 


Triethanol amine 


. 1.3% 



A portion of each mascara formulation was coated with a knife coater onto 0.0015 
inch (38 micrometers) polyester film to a dry coating thickness of about 0.002 inch (51 
5 micrometers). After drying at room temperature for about 24 hours, the coatings were 
qualitatively assessed for smudge resistance, tack, flake resistance, and water resistance. 
Smudge resistance was judged by rubbing with a finger and seeing how much had 
transferred to the finger. Tack was judged by pressing a finger down briefly and removing 
it, seeing how strong a bond was formed to the coating. Flake resistance was assessed by 
10 bending and creasing the polyester film and observing if the mascara coating cracked off 
. the film. Water resistance was judged by suspending a 1 inch strip of the coated film in an 
agitated 32°C water bath for about 20 minutes, then assessing the smudge resistance of the 
still wet coating. Examples 4 and 8 and Comparative B formed balls of coating on. 
rubbing in this test, suggesting that the coating integrity was still good, but the adhesion of 
15 the coating to the polyester had been compromised by the water. Results are shown in 
Table VI below. 



Table VII: Qualitative Testing of Mascara Performance 



Polymer Used 


Transfer 


Tack 


Flake 


Wet Transfer 


None 


A lot 


Low 


Some 


Complete 


Example 4 


None 


Low 


None 


Balls up 


Example 8 


None 


Low 


None 


Balls up 


Comparative A 


Some 


Moderate 


None 


Some 


Comparative B 


Some 


Moderate 


None 


Balls up 
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. ■ Data for Examples 4 and 8 showed that they have all the desirable features for a 
mascara application. The control sample containing no polymer had unacceptably high 
amount of transfer. Comparative examples A and B also showed some transfer and 
moderate tack. 
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WHAT IS CLAIMED IS: 

I. A composition in the form of an aqueous emulsion or dispersion, said composition 
comprising: 

5 (a) at least one copolymer comprising (i) about 10 to 85 weight percent of 

(meth)acrylate ester of C4 to Cig straight and/or branched chain alkyl 
alcohol, (ii) about 10 to 70 weight percent of (meth)acrylate ester of a 
saturated or unsaturated cyclic alcohol containing 6 to 20 carbon atoms; 
and 

10 (b) an aqueous carrier, solvent, or vehicle component, 

said composition used for cosmetic and personal care applications, wherein when 
said cosmetic application is a hair care composition, said hair care composition does not 
have a reshapeable effect. 

15 2. The composition of claim 1, \yherein said (a)(i) component is selected from the 
group consisting of isooctyl (meth)acrylate, n-butyl (meth)acrylate, isobutyl acrylate, t- 
• butyl (meth)acrylate, 2-methylbutyl acrylate, 2-ethylhexyl (meth)acrylate, n-octyl 
(meth)acrylate, isononyl (meth)acrylate, lauryl (meth)acrylate, octadecyl (meth)acrylate, 
and combinations thereof. 

20 . 

3. The composition of claim 1, wherein said (a)(ii) component is selected from the 
group consisting of bicyclo[2.2.1]heptyl (meth)acrylate; adamantyl (meth)acrylate; 3,5- 
dimethyladamantyl (meth)acrylate; isobomyl (meth)acrylate; tolyl (meth)acrylate; phenyl 
(meth)acrylate; t-butylphenyl (meth)acrylate; 2-naphthyI (meth)acrylate; benzyl 

25 methacrylate; cyclohexyl methacrylate; menthyl methacrylate; 3,3,5-trimethylcyclohexyl 
methacrylate; dicyclopentenyl (meth)acrylate; 2-(dicyclopentenyloxy)ethyl 
(raeth)acrylate; and combinations thereof 

4. The composition of claim 1 wherein said copolymer further comprises up to about 
30 20 weight percent of a hydrophilic monomer. 



CA 02426683.2003-04-24 

WO 02/34218 PCTAJSOl/29883 

. 5. The composition of claim 4, wherein said hydrophilic monomer is selected from 
the group consisting of acrylic acid, methacrylic acid, N-vinyl-2-pyrrolidone and 
combintaions thereof. 

5 6. The composition of claim 1, wherein said composition is formed into a film, said 
film having less than about 50 grams of tack when tested according to ASTM D 2979-95. 

7. The composition of claim 1, wherein said composition is formed into a film, said 
film passes the flexibility test when tested according to ASTM D 433 8-97. 

10 

8. The composition of claim 1, wherein said copolymer has average particle size of 
; less than about 1 micrometers. 

9. The composition of claim 1 uised in cosmetic and personal care applications 
15 selected firom thfc group consisting of mascara, foundation, rouge, face powder, eye liner, 

eyeshadow, lipstick, insect repellent, nail polish, skin moisturizer, skin cream, body lotion, 
and sunscreen. 

10. The composition of claim 1, wherein said hair care composition is selected firom 
20 the group consisting of shampoos, conditioners, hair sprays, mousses, and gels. 

1 1 . The composition of claim 1 having a Tg less than 35° C. 

12. The composition of claim 1 further comprising ingredients selected from the group 
25 . consisting of emollients, humectants, propellants, pigments, dyes, buflfers, organic 

suspending agents, inorganic suspending agents, organic thickening agents, inorganic 
thickening agents, waxes, surfactants, plasticizers, preservatives, flavoring agents, 
perfumes, vitamins, herbal extracts, skin bleaching agents, hair bleaching agents, skin 
coloring agents, hair coloring agents, antimicrobial agents, and antifungal agents and 
30 combinations thereof. 

13. The composition of claim 1 comprising a blend of said copolymer. • 
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14. The composition of claim 1, wherein said (b) component is selected from the group 
consisting of water, Ci to C4 branched or straight chain aliphatic alcohol, and 
combinations thereof. 

15. . The composition of claim 14, wherein said Ci to C4 branched or straight chain 
aliphatic alcohol is selected from the group consisting of ethanol, n-propanol, 2-propanol5 
and combinations thereof. 

16. The. composition of claim 14 further comprising solvents selected, from the group 
consisting of hexamethyldisiloxane, cyclic silicones, C4 to Cio alkanes, acetone, and 
hydrofluoroethers. 



